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CLAiMS 



1. (Currently Amended) Art aqueous pigment p^8t^--#^^frof!R-- ^ lftd9r6'.-afT d 
fnmieg-fSSfR6, comprising 

(A) from 1 5 to 40% by weight of at \bbs{ one metai pigment. 

(Bs trc:n> 0-15 to 0.75^'o by weight of at least one nonassoc^saiive ihicKenor 

coniprising ioast one rnethacfyiate copoiyaief based on C.-a; aikyi 

(rr?8^h)acrylate and (meth)aGryHc add, 

(C) from 0,1 to 0.4% by weight of at least one Ofganic amine, 

(D) fro.m 0,5 to 8% by weight of at ieast one nonionic surfactant, and 

(E ) at least 50% by weight of water, 

based on totai weight, wherein the aq ueous p i gment p aste is sfe^:^ jrum bjnders 
and.gnndinci resins. 

2. (Previously Presented) The paste of claim 1 wherein the thickener (B) 
comprises in copolymerizeci form at least two different CrCs alkyi (metli)aerylate 



3. (Previousiy Presented) The paste of ciaim 1, wherein the thicker^er (B), 
based on its total weight, comprises from 40 to 60% by weight of methacryTie 

acid In copolyfiiierized form. 

4. (Previously Presented) The paste of claim 1 , wherein the organic amine (C) 
is seiected from the group corisisting of tertiary amines. 

5. (Previously Presented) The paste of ciaim 4, wherein the tertiary amine (C) is 
selected from the group consisting of hyd.roxyalkylamines. 

6. (Previously Presented) The paste of ciaim 6, wherein the hydroxyalkylamine 
(C) is dimethyfethanolamine. 
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7. (Prevlousiy Presented) The paste of claim 1, wherein the metal pkjment (A) 
comprises an alurYiinum pigment. 

8. (Previously Presented) The paste of claim 1. oomprlsing at least 52% by 
weiglu 01 waler, based on total weight. 

9. (Previously Presented) The paste of claim 1 , comprising 
(A) 34% by weight of an aluminum pigment, 

(E!) O.SS^-.'s by x^'v-eighl: of a nonassociative thickener comprissng at least one 
rnethacryiate copolymer based on d-Ce al.kyi (meth)aci7late and 

(C) 0.22% by weight of an organic amine, 

(D) 0.61 % by weight of a nonionic surfactant, and 

(E) 54% by weight of water, 
based on total weight. 

10. (Previously P-resented) A method of preparing a coating material, coi-nprlsing 
adding an aqueous pigment paste tee from binders and grinding resins, as 
claimed In claim 1 , to an aqueous coating material compr Islng at least one effect 
pigment. 



1 1 . (Cur.i-enliy Amended) The method^of claim 10, wherein the aqueous coating 
materials are aqueous basecoat materials. 

12> (Previously Presented) A method for making a multicoat paint system, 
comprising applying the aqueous coating material of diafm 10 to a substrate:. 

1o. (Previou^^iy f'resented) A process for prepsiing an aqueous >coating material 
comprising at least one effect pigment^ comprising 
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mixing at: least one pigment paste with at least one aqueous mixing 
varnisi"! comprising at least one water-soiubie and/or -dispersibie binder and 
homogenizir?g the resulting mixture, 

vvhsrein the at least one pigment paste comp-rises at the least one aqueous 

pkjnieni p.3sie tree fron- bmder^s and grindi-g resins, as claimed in ciaim 1, and 

is used in an amount sucr^ that the resuiting mixture compnses 

-from 0,1 to 6% by weight of at least one metal pigment (A), 

-from 0.06 to 2% by weight of at least one nonassociative thickener (B) 

comprising at least one methacryiate copolymer based on C-C^ alkyi (meth)~ 

acrylaie and (methjacsyiic acid, and 

-from 0,02 lo 2,4% by weight of at ieasl one nonionic su.dactant (D), based on 
total weight. 

14, 'Pr«^/ ousK s'lcsent^d) '^he |:roceSvS o* riain 13 v^^^-^*^ tr h.vc s^. 
sMiv^iv ^'^e i^oup -^s^tsny of 'O'^oc-^i ^ 

^ pjs\ ^ -^cIn ">^.osm^fb lif <^or u o^iO)\mci^ v 
V- ' 5 m ^ i J t- iL ! \ ^ 

^\n-^ c <^ \>v.ctit>c esns, pcUconaenbaiiu fe^n^, ccmo ^o-'o ^ 
cornpnsing at least two of the foregoing. 

15, (Previously Presented) The process of daim 14, comprising at least one 

N'^N^v f'o '"^ addition (co)poiymers of etbyienicaHy unsaturated 
mononsers soiecied from the group consisting of (meth)acryiate (co)poiymers, 
parrialiy hydrolyzed polyvinyl esters; . polyaddiiion resins selected from the group 
consisting of polyesters, ail^yds, poiyurethanes, poiyiactones, polycarbonates, 
polyeihere, epaxy resin-amine adduets, polyureas. polyamsdes, polyimldes, 
poiyesier~polyurethar?es, poiyether-polyurethanes, polyester-polyether- 
posyiirethanes and combinations of at least two of the ioregoing; 
poiy-condensation resins selected from the group consisting of posyesters, aikyds, 
polyurettsanes, polylactones, polycarbonates, polyethers, epoxy resin-amine 
adducts, polyureas, polyamldes, polyimldes, poiyester-polyurethanes, polyether- 
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poiyurethanes, polyester-poiyether-polyurethanes and oombinatfens of at least 
tvvo of the foregomg; and combinations of at least two of the foregoing. 



